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surface is quite smooth. Then scrape the oily liquid
from the inside of a cocoa-nut, and, after heating it,
apply it to the surface of the painting and rub it
gently with a dry, clean cloth. The painting must
then be nibbed with a small agate polishing-stone until
it acquires a surface like polished marble. When the
plaster is thoroughly dry the colours are quite per-
manent, and the painting can be cleaned from time
to time by syringing it with water or dusting it with
a dry duster.
COLOURS USEB IN JAIPUR FOR REAL FRESCO
Hindustani name.               English.
Ha2& patthar.             Terra verte.
HIS patthar.              Yellow ochre.
LSjward.                    Ultramarine (lapis).
HinguL                      Vermilion.
Sindur.                       Red lead.
Nil.
KajM,                        Lampblack.
Koela.                        Ivory black.
ChunzL                       Lime.
The following colours can also be used : Raw siena,
burnt siena, raw uxnber, burnt umber, Naples yellow,
Venetian red, green oxide of chromium, cobalt blue.
THE AjAHTA AKD SlGIRI FRESCOES
The ground on wMch the Ajaitta paintings were
executed appears to have been composed of pulverised
trap, mixed with day and cow-dung, laid on the
roughish surface oi the rocks to a depth varying from
a quarter to half an inch. Sometimes rice-husks
were added, especially on the ceilings. Over this